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GALVANIZED IRON.

STOPPING  LEAKY BATHS.

It often occurs that a bath may be worn more in
one place than in another, and this is often caused
by extreme draughts forcing the fire in that parti-
cular place. It is possible to prolong the existence
of a bath by carefully stopping up any leakages as
they occur; and this should not be done in a liasty,
slovenly or careless manner, but should be per-
formed with the care required to attain the object
in view. I have known baths effectively stopped
in three or four places, and they have been -worked
for a considerable time afterwards. The location of
a leak will soon make itself apparent by the fumes
arising from the oxidation of the metal. The first
step is to effectually remove all the fire and. ashes
from the immediate vicinity of the outbreak. This
having been done, the extent or size of the leak will
at once be apparent. No attempt whatever should
be made to stop the leakage by thrusting the point
of a poker into the hole, as the plate may have
worn very thin, and such a mode of proceeding will
often cause the hole to be made considerably larger
and not be successful in stopping the flow of metal.
If the hole is very small, only causing the metal to
issue in drops at intervals, it can be stopped without
lowering the metal below the hole, but if it flows in
a continuous stream it is absolutely necessary to